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(57) Disclosed is a flame retardant high precision 
resin mechanical part for use in office automation 
machines required to function with high accuracy and 
high precision, which is made by injection molding a 
thermoplastic resin composition comprising: (A) an 
amorphous thermoplastic resin; (B) an Inorganic filler in 
a scale form; and (C) a specific phosphoric acid ester in 
which phosphoric acid ester groups are bonded through 
a bisphenoi. The high predsion resin mechanical part of 
the present invention is free from conventionally experi- 
enced disadvantages, such as volatilization of a flame 
retardant contained in the resin, smoking caused by the 
volatilization of the flame retardant and occun-ence of 
MD (mold deposit) during the production thereof by 
ririolding, and bleeding of the flame retardant during the 
use thereof. Further, the mechanical part of the present 
invention is unlikely to suffer from warpage, and has 
advantageously small shrinkage ratio during the pro- 
duction thereof by molding. The mechanical part of the 
present invention has also not only high precision but 
also various excellent mechanical properties, such as 
extremely low anisotropy in linear expansion coefficient, 
and excellent vibration characteristics. The high preci- 
sion resin mechanical part of the present invention can 
be advantageously used as a mechanical part for high 
precision machines which are required to function with 
high accuracy and high precision even under various 
stringent conditions, such as computers, game 
machines, sound-reproducing systems, audio-visual 
machines, copiers, printers, facsimile machines, per- 



sonal computers,. word processors, portable communi- 
cation apparatuses and composite machines composed 
thereof. 
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Description 

BACKGROUND OF THE INVENTION 
5 Technical Fields 

The present invention relates to a flame retardant. high precision resin mechanical part for use in an office automa- 
tion machine, which is made by injection molding a thermoplastic resin composition. More particularly, the' present 
invention is concerned with a flame retardant. high precision resin mechanical part for use in office automation 

10 machines required to function with high accuracy and high precision, which part is made by injection molding a thermo- 
plastic resin composition comprising: (A) an amorphous thermoplastic resin; (B) an inorganic filler in a scale form; and 
(C) a specific phosphoric acid ester. The high precision resin mechanical part of the present invention is free from con- 
ventionally experienced disadvantages, such as volatilization of a flame retardant contained in the resin, smoking 
caused by the volatilization of the flame retardant and occurrence of MD (moid deposit) during the production thereof 

75 by molding, and bleeding of the flame retardant during the use thereof. Further, the mechanical part of the present 
invention is unlikely to suffer from warpage, and has an advantageously small shrinkage ratio during the production 
thereof by molding. Therefore, the mechanical part of the present invention has not only high precision but also various 
excellent mechanical properties, such as extremely low anisotropy in linear expansion coefficient, and excellent vibra- 
tion characteristics. The high precision resin mechanical part of the present invention can be advantageously used as 

20 a mechanical part for high precision machines which are required to function with high accuracy and high precision 
even under various stringent conditions. Examples of such high precision machines include conputers. game 
machines, sound-reproducing systems, audio-visual machines, copiers, printers, facsimile machines, personal comput- 
ers, word processor^, portable communication apparatus and connposite machines conrposed thereof. 

25 T^hnical Background 

Recently, in various fields, such as automobiles, office machines, computers and household electric appliances, it 
has been attempted to substitute a resin part for parts which have conventionally been made from a metallic material, 
such as sheet metals and die-casted aluminum. Such an attempt has been made because a part made from a resin is 

30 advantageous in that such a resin part has not only light weight, but also can be produced with high productivity at low 
cost. Therefore, there is an increasing demand for reinforced resins which can be substituted for metallic materials in 
producing a mechanical part. Particularly, there is a strong demand for reinforced resins which can be used for produc-, 
Ing mechanical parts for OA (office automation) machines, such as copiers, printers, facsimile machines. CD-ROMs, 
personal computers, word processors and communication apparatuses. [The copiers, printers and facsimile machines 

35 are OA machines which are equipped with a printing mechanism, such as a dry-type, diazo-type. LB (laser beam) -type, 
BJ (bubble jet)-type. dot-type or heat sensitive-type printing mechanism.] In accordance with such a strong demand for 
reinforced resins, it has been intensively studied to develop amorphous thermoplastic resins (e.g.. a reinforced, flame 
retardant polyphenylene ether resin and. a reinforced, flame retardant polycarbonate resin) which have excellent 
mechanical properties and excellent molded form characteristics, so as to produce from such resins mechanical parts 

40 which have conventionally been produced from metallic materials, such as sheet metals and die-casted aluminum. 

It is a requisite that a resin mechanical part of an OA machine have excellent molded form characteristics, mechan- 
ical properties (e.g., rigidity and strength), heat resistance, flame retardancy. dimensional precision and dimensional 
stability. 

Among these properties, the requirements for dimensional precision and dimensional stability are most strict. For 
45 example, with respect to the mechanical part of a CD-ROM, when a traverse base, which guides and holds an optical 
lens unit, has a dimensional strain, the misreading of data from the CD occurs. With respect to the internal mechanical 
parts of OA machines having a laser beam-type printing mechanism, such as a copier, a printer and a facsimile 
machine, when such mechanical parts have a dimensional strain, the misreading of data is caused, thereby leading to 
disadvantages, such as blurring of the printed image. Further, with respect to the internal mechanical parts of OA 
50 rnachines having a diazo-type, bubble jet-type or heat sensitive-type printing mechanism, when such mechanical parts 
have a dimensional strain, the printed letter becomes blurred. 

With respect to such mechanical parts as mentioned above, it is.required that the dimensional precision thereof be 
such that any errors or deviations must be only on the order of several tens of ^m. 

When it is attempted to produce a mechanical part of an OA machine from an amorphous thermoplastic resin in 
55 accordance with a conventional method, the following problems are encountered. 

As a conventional technique for imparting a resin with high rigidity and strength, there has been known a method 
in which a fibrous inorganic filler, such as a glass fiber, is blended with a resin. This technique has disadvantages as 
follows. That is, when a fibrous inorganic filler having a large aspect ratio (length/thickness), such as an inorganic fiber 
or a whisker, is added to the resin, and the resultant resin composition containing such a fibrous inorganic filler is sub- 
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jected to injection molding, the fibrous inorganic filler is oriented along the direction of flow of the resin. Accordingly, an 
obtained molded article inevitably becomes anisotropic with respect to the rigidity, strength, shrinkage ratio (occurring 
during molding thereof) and linear expansion coefficient. Therefore, it is likely that the rigidity and strength of the molded 
article become poor and that the shaped article suffers warpage which leads to a dimensional deformation or dimen- 
sional strain of the molded article. Further, this technique is also disadvantageous in that the anisotropy of linear expan- 
sion coefficient causes the molded articfe to be susceptible to a change in temperature. Specifically, the molded article, 
which is anisotropic in linear expansion coefficient, easily suffers dimensional deformation when the temperature 
changes, so that it is poor in dimensional stability. 

On the other hand, when a conventional inorganic filler having a. small aspect ratio, such as glass beads and cal- 
cium carbonate, is used, the obtained molded article is improved with respect to dimensional precision and dimensional 
stability. However, this molded article also is disadvantageous in that it has poor rigidity and strength. 

For the purpose of improving the flame retardancy of an amorphous thermoplastic resin, a flame retardant is gen- 
erally used. For example, a conventional halogenated aromatic compound, such as tetrabromobisphenol A (TBA) and 
polybromobiphenyl oxide (PBBO), has been widely used to improve the flame retardancy of an amorphous thermoplas- 
tic resin with the exception of polyphenylene ether resin. However, with respect to not only the halogen type flame 
retardant. but also antimony trioxide (SbsOs). which is generally used as an auxiliary flame retardant for the halogen 
type flame retardant. is undesirable in view of the adverse influence on the environment and the safety to human body. 
Therefore, in the market, there is an increasing tendency to refrain the use of the above-mentioned halogen type flame 
retardant and antimony trioxide. Meanwhile, there is known a polyphenylene ether resin composition or a polycarbonate 
resin composition, in which, as a non-halogen type flame retandant. a phosphorus compound is employed (see. for 
example. G.B. Patent Application Publication No. 2043083 and U.S. Patent No. 5,204.394). Specifically, an organic 
phosphoric acid ester compound, such as triphenyl phosphate, cresyl diphenyl phosphate and tricresyl diphenyl phos- 
phate, has been widely used as the flame retardant. However, the resin composition containing the organic phosphoric 
acid ester compound is disadvantageous in tiiat the phosphoric acid ester compound is likely to be volatilized or gen- 
erate smoke during molding of the resin composition containing the same and that MD (mold deposit) is likely to occur 
on the inner surface of a mold cavity. Further, a molded article produced from the resin corrposition containing such a 
phosphoric acid ester compound has a defect in that the phosphoric acid ester compound bleeds out on the surface of 
the molded article (bleeding), thereby causing the molded article to suffer discoloration, blistering, cracking and the like. 

As a method for solving the above-mentioned problems, it has been proposed to employ, as a flairie retardant. an 
organic phosphorus compound having a high molecular weight. Specifically, it has been attempted to employ, as a 
flame retardant. a phosphorus compound having a high molecular weight such as tri(2,6-dimethyIphenyl)phosphate. 
resorcinol-bisdiphenyl phosphate and tribiphenyl phosphate (see, for example. International Patent Application Publica- 
tion No. 94/03535 con^esponding to European Patent Application Publication No. 0 611 798). However, tiiese organic 
phosphorus compounds are disadvantageous in that such a compound must be used in a large amount in order to 
render flame retardant the resin, and that when the resin composition, which is rendered flame retardant with a phos- 
phoric acid ester compound, is subjected to molding, con-osion of a metallic mold is caused during the molding thereof. 
Further, a mechanical part produced from such a resin composition has poor resistance to moisture and heat. Specifi- 
cally, when the above-mentioned mechanical part is placed under high temperature and high humidity conditions, tine 
resin of the mechanical part absorbs water and/or the flame retardant contained in the resin undergoes denaturation, 
thereby deteriorating various properties of tiie resin,'" such as electrical characteristics, flame retardancy and dimen- 
sional stability. As Is understood from the above, the conventional techniques have various problems and it has been 
impossible to substitute a resin part containing a non-halogen type retardant for a metallic mechanical part for an OA 
machine. That is. it has been exti-emely difficult to produce a mechanical part, from a resin composition containing a 
non-halogen type flame retardant. which part has excellent mechanical properties, dimensional precision, molded form 
characteristics and flame retardancy. 

SUMMARY OF THE INVENTION 

In tfiese situations, the present inventors have made extensive and intensive studies with a view toward developing 
a flame retardant, high precision resin mechanical part which is free from the above-mentioned problems accompany- 
ing the conventional resin mechanical parts. As a result, it has unexpectedly been found tiiat a mechanical part, which 
IS produced by injection molding a thermoplastic resin composition comprising an amorphous thermoplastic resin, an 
inorganic filler (e.g., glass flakes) in a scale form, and a specific phosphoric acid ester as a flame retardant in which 
phosphoric acid ester groups are linked through a bisphenol, is advantageous in that such a resin mechanical part is 
free from conventionally experienced disadvantages, such as volatilization of a flame retardant contained in the resin, 
smoking caused by the volatilization of the flame retardant and occurrence of MD (mold deposit) during the molding 
thereof, and bleeding of the flame retardant during the use thereof; that such a mechanical part is unlikely to suffer from 
warpage. and has an advantageously small shrinkage ratio during the production thereof by molding: and that, there- 
fore, such a mechanical part has not only high precision but also various excellent mechanical properties, such as 
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extremely low anisotropy in linear expansion coefficient, and excellent vibration characteristics, so that the resin 
mechanical part can be advantageously used as a mechanical part for high precision machines which are required to 
function with high accuracy and high precision even under various stringent conditions. The. present invention has been 
completed, based on this novel finding. 

5 Accordingly, it is a primary object of the present invention to provide a flame retardant. high precision resin mechan- 

ical part for use in OA machines, which has not only excellent mechanical properties but also high dimensional preci- 
sion, as required for a mechanical part of an OA machine, and which, therefore, can be substituted for a conventional 
mechanical part which is made from metallic materials (such as sheet metals and die-casted aluminum). 

The foregoing and other objects, features and advantages of the present invention will be apparent to those skilled 

10 in the art from the following detailed description and appended daims taken in connection with the accompanying draw- 
ings. 

BRIEF DESC RIPTION OF THE DRAWINGS 
T5 . in the accompanying drawings: 

Rg. 1 (a) is a diagrammatic perspective view of a tray-shaped mechanical part produced in Examples 1 through 30; 
Rg. 1(b) is a diagrammatic cross-sectional view of the tray-shaped mechanical part of Fig. 1(a). taken along line 
IB.|B;and 

20 Fig. 2 is a diagrammatic perspective view of a mechanical part, i.e.. a chassis for holding an optical element, pro- 
duced in Examples 31 to 36. 

In Rg. 1 (a) and 1(b). the characters designate the following parts and portions. 

25 A through F: Measurement sites at which the dimensional precision is measured [ At each of A through D. the 
dimensional precision is measured in terms of a gap between a molded article and a mold platen; and at each of 
E and F. the dimensional precision is measured in terms of a difference between the actual dimension of a molded 
article and the predetermined (designed) dimensional value (4. 1 mm and 6. 1. mm. respectively) shown in Rg. 1 (b).] 
G: Site of the molded article corresponding to the pin gate of a moid 

30 

In Fig, 2. the hatched portion indicates a section at which measurement of flatness is done. 
DETAILED DESCRIPTION O F THE INVENTION 

35 In accordance with the present invention, there is provided a flame retardant. high precision resin mechanical part 
for use in office automation machines required to function with high accuracy and high precision, which is made by 
injection molding a thermoplastic resin composition comprising: 

(A) 1 00 parts by weight of an amorphous thermoplastic resin; 

(B) 5 to 1 50 parts by weight of an inorganic filler in a scale form; and 

(C) 3 to 50 parts by weight of a phosphoric acid ester represented by the following formula (I): 



45 



50 



55 




(I) 



wherein each of Q\ Q^. and Q"* independently represents a hydrogen atona or an alkyi group having 1 to 
6 carbon atoms; each of R\ R^. R^ and R^ independently represents a methyl group or a hydrogen atom; n repre- 
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10 



sents an integer of 1 or more; each of n1 and n2 independently represents an integer of from 0 to 2; and each of 
ml. m2. m3 and m4 independently represents an integer of from 1 to 3, 

For ease in understanding of the present invention, the essential construction and various preferred embodiments 
of the present invention are eriumerated below. 

1 . A flame retardant. high precision resin mechanical part for use in office automation machines required to function 
with high accuracy and high precision, which is made by injection molding a thermoplastic resin composition com- 
prising: 

(A) 100 parts by weight of an amorphous thermoplastic resin; 

(B) 5 to 150 parts by weight of an inorganic filler in a scale form; and 

(C) 3 to 50 parts by weight of a phosphoric acid ester represented by the following formula (I): 



IS 



20 



25 



(Q^) 



ml 



c 

I 



(R^) 



nl 



\ 



m2 



r4 



0 

-0-P-C- 



0 
I 




/ 



m4 



ni3 



(I) 



wherein each of Q\ Q^. and independently represents a hydrogen atom or an alky! group having 
1 to 6 carbon atoms; each of R\ R^. and R"^ independently represents a methyl group or a hydrogen atom; 
n represents an integer of 1 or more; each of nl and n2 independently represents an integer of from 0 to 2; and 
each of ml . m2, m3 and m4 independently represents an integer of from 1 to 3. 

35 2, The flame retardant. high precision resin mechanical part according to item 1 above, wherein the injection mold- 
ing is gas-assisted injection molding. 

3. The flame retardant, high precision resin mechanical part according to item 1 above, wherein the inorganic filler 
in a scale form is cqrnprised of glass flakes. 

40 . 

4. The flame retardant. high precision resin mechanical part according to item 1 above, wherein the inorganic filler 
in a scale form is comprised of mica flakes. 

5. The flame retardant. high predsion resin mechanical part according to item 1 above, wherein the inorganic filler 
.45 in a scale form is comprised of glass flakes and mica flakes. 

6. The flame retardant. high precision resin mechanical part according to any one of items 1 to 5 above, wherein 
the thermoplastic resin composition further comprises a fibrous reinforcing filler, and wherein the total weight of the 
inorganic filler in a scale form and the fibrous reinfbrcing filler is 150 parts by weight or less. 

so 

7. The flame retardant, high precision resin mechanical part according to item 6 above, wherein the fibrous rein- 
fbrcing filler is present in an amount of from 25 to 75 % by -weight, based on the total weight of the inorganic filler 
in a scale form and the fbrous reinforcing filler. 

55 (t is a requisite that the amorphous thermoplastic resin composition constituting the high precision mechanical part 
of the present invention for use in an office automation machine contain an inorganic filler in a scale form. Examples of 
inorganic fillers in a scale form include glass flakes and mica flakes. 

With respect to glass flakes for use as the inorganic filler in a scale form, it is desired that the glass flakes incorpo- 
rated in the resin composition have a major diameter of 1000 \im or less, preferably 1 to 500 pm. and have a weight 
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average aspect ratio (ratio of a weight average major diameter to a weight average thickness) of 5 or more, preferably 
10 or more, more preferably 30 or more. When glass flakes are mixed with other components to produce the resin com- 
position, glass flakes undergo breakage, so that the size of the glass flakes is decreased. Measurement of the major 
diameter and thickness of glass flakes incorporated in a resin composition can be done by a method in which the resin 

5 composition is dissolved and subjected to filtration to thereby collect the glass flakes, and the dimensional characteris- 
tics of glass flakes are examined, using an optical microscope. 

Examples of commercially available glass flakes which can be suitably employed in the present invention include 
Micro Glass Reka (tradename of glass flakes sold by Nippon Sheet Glass Co.. Ltd.. Japan). In the present invention, 
commercially available glass flakes can be used as such, but commercially available glass flakes may be appropriately 

10 pulverized before incorporation into a resin composition. When glass flakes have a major diameter of more than 1000 
^im, it becomes difficult to uniformly mix the glass flakes with a resin, so that it is possible that the mechanical properties 
\ of a molded resin article become non-uniform. When glass flakes have an aspect ratio of less than 5, the hieat distortion 
temperature of the molded resin article is not satisfactorily increased, and the Izod impact strength and rigidity tend to 
be low. For improving the compatibility of glass flakes with a resin, glass flakes which have been surface-treated with a 

15 suitable coupling agent may be used. Examples of coupling agents include a silane type coupling agent (e.g.. an ami- 
nosilane type coupling agent) and a titanate type coupling agent. 

Mica employatjie in the present invention is in a scale form. For example, Suzorite Mica (manufactured and sold by 
SUZORITE MICA PRODUCTS. INC.. Canada) can be suitably employed as mica flakes. It is preferred that mica flakes 
have a weight average diameter of 1 000 ixm or less, preferably 500 kuti or less, more preferably 200 |am or less. From 

20 the viewpoint of improving rigidity, it is preferred that mica flakes have a weight average aspect ratio (weight average 
diameter of flakes/weight average thickness of flakes) of 10 or more, preferably 30 or more, more preferably 100 or 
more. The lower limit of the weight average diameter of commercially available mica flakes is about 20 ^m. As in the 
case of glass flakes, when mica flakes are mixed with other components to produce the resin composition, mica flakes 
undergo breakage, so that the size of the mica flakes is decreased. Measurement of the size of mica flakes incorpo- 

25 rated in a resin composition can be done by the same method as in the case of glass flakes. For improving the compat- 
ibility of mica flakes with a resin, mica flakes which have been surface-treated with coupling agents, such as those as 
mentioned above, can be suitably employed. 

The resin composition constituting the mechanical part of the present invention for use in an office automation 
rhachine contains an inorganic filler in a scale form in an amount of 5 to 150 parts by weight, preferably 10 to 100 parts 

30 by weight, more preferably 20 to 70 parts by weight, per 100 parts by weight of the amorphous thermoplastic resin. 
When the amount of the inorganic filler is less than 5 parts by weight, the rigidity is unsatisfactory and the linear expan- 
sion coefficient is not satisfactorily improved. On the other hand, when the amount of the inorganic filler is more than 
150 parts by weight, a unifonn dispersion of the inorganic filler is difficult so that the molding properties of the resin 
composition and the appearance of the shaped article become poor. When the amount of the inorganic filler is from 20 

35 to 70 parts by weight, the most prefen*ed iDalance of the molded form characteristics, thermal characteristics, mechan- 
ical properties and dimensional precision can be obtained. 

In the present invention, for improving the strength of the mechanical part, the thermoplastic resin composition may 
further contain a fibrous reinforcing filler and. in this case, the total weight of the inorganic filler in a scale form and the 
fibrous reinforcing filler is 1 50 parts by weight or less. 

40 In the present invention, the inorganic filler and fibrous reinforcing filler can be used in various manners. For exam- 
ple, glass flakes can be used alone; a combination of glass flakes and a fibrous reinforcing filler can be used; a combi- 
nation of glass flakes and mica flakes can be used; mica flakes can be used alone; a combination of mica flakes and a 
fibrous reinfordng filler can be used; and a combination of glass flakes and mica flakes and a fibrous reinforcing filler 
can be used. When mica flakes are used alone, the mechanical part obtained has a high dimensional precision, but the 

45 mechanical properties, especially Izod impact strength, of the mechanical part tend to be low. Therefore, when mica 
flakes are used as an inorganic fillier in a scale form, it is preferred that at least one member selected from the group 
consisting of glass flakes and a fibrous reinforcing filler be also employed. 

Examples of fibrous reinforcing fillers which are employable in combination with an inorganic filler In a scale form 
include fibrous reinforcing agents, such as glass fibers, cartoon fibers, ceramic fibers and metallic fibers. From the view- 
so point of economy, improvement in molding properties and a good balance of mechanical properties of the resin compo- 
sition, glass fibers are most preferred as a fibrous reinforcing filler. With respect to the diameter and average length of 
glass fibers, there is no particular limitation. However, from the viewpoint of improving the dimensional precision of the 
mechanical part, it is preferred that glass fibers have a relatively short length. Specifically, the average length of glass 
fibers incorporated in a resin composition is preferably 0,1 to 1 mm, more preferably 0.15 to 0.7 mm. When a fibrous 

55 reinforcing filler is employed, it is preferred that the fibrous reinforcing filler be present in an amount of from 25 to 75 % 
by weight, preferably 25 to 50 % by weight, based on the total weight of the inorganic filler in a scale form and the fibrous 
reinforcing filler. When the amount of the fibrous reinforcing filler is more than 75 % by weight, based on the total weight 
of the inorganic filler in a scale form and the fibrous reinforcing filler, the dimensional precision (shrinking ratio in mold- 
ing, and anisotropy of the linear expansion coefficient) cannot be satisfactorily improved. 
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The phosphoric acid ester to be used in the present invention is represented by formula (I) above. 
In formula (I), it is preferred that each of Q\ Q^, and Q"^ be a methyl group. 

In formula (I), n represents an Integer of 1 or more. The heat resistance and processability of the resin composition 
produced vary, depending on the n value. Illustratively stated, when the n value becomes large, the heat resistance of 
5 the resin composition becomes high, while the processability becomes low. On the other hand, when the n value 
becomes small, the above tendencies are reversed. A preferred range of n is 1 to 5. A mixture of the phosphoric acid 
esters having different n values can also be used. 

In the present invention, the phosphoric acid esters represented by formula (I) may be used individually or in com- 
bination. 

10 The phosphoric acid ester to be used In the present invention has a structure in which phosphoric acid ester groups 
are bonded with each other through a bisphenol. and has a monofunctional phenol at terminals thereof. 

Examples of bisphenols include 2.2-bis(4-hydroxyphenyl)propane (so-cailed bisphenol A). 2,2-bis(4-hydroxy-3- 
methylphenyl)propane. bis(4-hydroxyphenyl)-nriethane. bis(4-hydroxy-3.5-dimethylphenyl)methane and 1,1-bis(4- 
hydroxyphenyl)ethane. Of these, bisphenol A is especially preferred. 

15 Examples of monofunctional phenols include phenol, a monoalkylphenol. a dialkylphenol and a trialkylphenol. The 
monofunctional phenols can be used individually or in combination. Especially, phenol, cresdi. dirtiethylphenol (mixed 
xylenol). 2.6-dimethylphenol and trimethylphenol are preferred. 

As mentioned above, the phosphoric acid ester to be used in the present invention has a structure in which phos- 
phoric acid ester groups are bonded to each other through a bisphenol. Due to this structure, the volatilization of the 

20 phosphoric acid ester is largely suppressed. Further, the phosphoric acid ester exhibits high performances which have 
not been achieved by conventional polyphosphates having a structure wherein phosphoric acid ester groups are 
bonded to each other through resorcinol or hydroquinone. Specifically, the mechanical part of the present invention, 
which is produced by molding the resin composition containing the specific phosphoric acid ester, is prevented from 
deterioration of appearance (e.g.. discoloration and blistering), such as has been experienced in the case of a resin 

25 composition containing the conventional polyphosphate when allowed to stand under high temperature and high humid- 
ity conditions. 

Further, in the present invention, when a molded article Is produced from a resin composition containing a phos- 
phoric acid ester comprising, as a monofunctional phenol, a monoalkylphenol, dialkylphenol or a trialkylphenol. the 
obtained molded article is further improved with respect to thermal stability and resistance to hydrolysis as compared 
30 to the molded article produced from a resin composition comprising a phosphoric acid ester compound having an 
unsubstituted monofunctional phenol at terminals thereof. 

In the present invention, when the phosphoric acid ester having phosphoric acid groups bonded through a blsphe- 
' nol and having an alkyl-substituted monofunctional phenol at terminals thereof, the obtained molded article exhibits 
excellent characteristics such that the molded article is prevented from deterioration of properties, such as electrical 
35 characteristics, flame retardancy and appearance, even when the molded article is contacted with moisture under 
heated conditions. 

With respect to the molded articles produced from a resin composition which contains a conventional organic phos- 
phoric acid ester compound having only a feature of high molecular weight, such as resordnol-polyphosphate and hyd- 
roquinone-polyphosphate, the following problems are encountered. That is. such a resin composition has poor thermal 

40 stability, thereby causing a reaction between the phosphoric acid ester, compound and the resin during the molding 
thereof. As a result, the gelation with respect to the resin is caused, so that it becomes impossible to produce a molded 
article from the resin efficiently under high temperature conditions. Fui-ther, the phosphoric acid ester compound is 
likely to be decomposed during the molding of the resin, thereby forming an acidic components, e.g.. a phosphoric acid, 
which causes decomposition of the resin. Accordingly, the molecular weight and various properties of the resin are low- 

45 ered, so that the resultant molded article has not only low practicability but also poor long-term stability. In addition, such 
a resin composition is disadvantageous in that the acidic compound formed by the decomposition of the phosphoric 
acid ester causes corrosion of various parts and portions of a molding machine, which are contacted with the resin com- 
pJosition. such as metallic parts thereof (e.g.. a barrel and a screw) and an inner wall surface of the mold cavity, and that 
when a molded article produced from such a resin composition is contacted with a metallic part of other articles during 

50 the use of the molded article, con-osion of the metallic part is likely to occur. 

On the other hand, the high precision resin mechanical part of the present invention does not suffer hydrolysis dur- 
ing the production thereof by molding under high temperature and high humidity conditions, and has excellent thermal 
stability during the production thereof by molding, so that the mechanical part is free from conventionally experienced 
disadvantages, such as volatilization of the flame retardant contained in the resin, smoking caused by the volatilization 

55 of the flame retardant and occurrence of MD (mold deposit) during the production thereof by molding. Further, the 
mechanical part of the present invention is unlikely to suffer from the lowering of properties, such as electrical charac- 
teristics, flame retardancy and appearance of the shaped article, which is generally caused when the resin absorbs 
water under the high temperature and high humidity conditions, as mentioned above. In the present invention, the 
decomposition of the resin composition is markedly suppressed. Accordingly, the mechanical part of the present inven- 
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tion is unlikely to cause corrosion of the metallic parts or portions of the molding machine and corrosion of the metallic 
portion of other products which Is contacted with the molded article. 

In the present invention, the phosphoric acid ester represented by formula (1) can be obtained by reacting a bisphe- 
nol and a monofunctional phenol with phosphorus oxychloride. With respect to the method for producing a phosphoric 
acid ester represented by formula (I), reference can be made to . for example. U.S. Patent No. 3.492.373. 

In the amorphous thermoplastic resin composition which constitutes the high precision resin mechanical part (for 
use in OA machines) of the present Invention, the phosphoric acid ester is used in an amount of from 3 to 50 parts by 
weight, preferably from 5 to 20 parts by weight per 100 jDarts by weight of the amorphous thermoplastic resin. When the 
phosphoric acid ester is used in an amount which is smaller than the above range, the obtained mechanical part 
becomes unsatisfactory with respect to the flame retardancy Meanwhile, when the phosphoric acid ester is used in an 
amount which exceeds the above range, the obtained mechanical part becomes disadvantageously low with respect to 
the resistance to heat. 

. In the present invention, a phosphoric acid ester other than represented by formula (I) can be used as long as the 
effects of the present invention are not impaired. The total weight of the phosphoric acid ester represented by formula 
(I) and the other phosphoric acid ester is from 3 to 50 parts by weight, per 100 parts by weight of component (A). A 
phosphoric acid ester other than represented by formula (I) can generally be used in an amount of 50 % by weight or 
less, preferably 30 % by weight or less, based on the total weight of the phosphoric acid ester represented by formula 
(I) and the other phosphoric acid ester. Examples of phosphoric acid esters other than represented by formula (I) 
include triphenyl phosphate, tricresyl phosphate, trixylenyl phosphate, cresyldiphenyl phosphate, dicresylphenyl phos- 
phate, hydroxyphenyldiphenyl phosphate and compounds obtained by a modification thereof with a substituent. and 
condensation-type phosphoric acid esters.. 

With respect to the amorphous thermoplastic resin to be used in the present invention, there is no particular limita- 
tion as long as the moldability of the resin composition and the characteristics of the high precision resin mechanical 
part produced therefrom are satisfactory. However, from the viewpoint of the high compatibility of the resin with the 
phosphoric add ester represented by formula (I), (a) a polyphenylene ether resin, (b) a polycarbonate resin or (c) a sty- 
rene resin, is preferably used. 

(a) Polyphenylene ether resin (hereinafter refen-ed to simply as "PPE resin") means a PRE resin or a resin compo- 
sition comprised mainly of a PPE resin and a polystyrene resin (hereinafter referred to simply as "PS resin"). If 
desired, the resin composition may contain a small amount of polyethylene or the like. 

As the PPE resin, a phenylene ether homopolymer or copolymer comprising a recurring unit represented by 
formula (IM) and/or (11-2) can be used: 




(II-l) 



(II"2) 



wherein each of R^, R®. R^. R®. R^ and R^° independently represents an alkyi group having 1 to 4 carbon 
atoms, an aryl group having 6 to 8 carbon atoms, a halogen atom or a hydrogen atom, provided that R® and R^° 
do not simultaneously represent a hydrogen atom. 

Representative Examples of PPE resins include homopolymers. such as poly(2,6<Jimethyl-1,4-phe- 
nylene)ether. poly(2-methyl-6- ethyl- 1.4-phenylene)ether, poly(2-ethyl-6-n-propyl-1 .4-phenylene)ether. poly(2.6-di- 
n-propyl-1 ,4-phenylene)ether. poly(2-methyl-6-n-butyl-1 ,4-phenylene)ether. poly(2-ethyl-6-isopropyl-1 .4-phe- 
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10 



30 



35 



40 



nylene)ether and poly(2-methyl-6-hydroxyethyi-1 .4-phenylene) ether. Of these. poly(2,6-dimethyl-1 .4-phe- 
nylene)ether is especially preferred. 

Further, a polyphenylene ether copolymer comprised mainly of a polyphenylene structure which is obtained by 
copolymerizing an alkyl-substituted phenol (e.g.. 2.3,6-trimethylphenol) represented by formula (U-3) with. for. 
example, o-cresol: 




(ir-3) 



15 

Wherein each of \ R^^^ p|i3 3^,^ r14 independently represents an alkyi group having 1 to 4 carbon atoms, 
a halogen atom or a hydrogen atom, provided that ^ , R^^ r13 simultaneously represent a hydro- 

gen atom. 

20 With respect to PRE resins, reference can be made to, for example. U.S. Patent No. 4.788,277. 

The above-mentioned PPE resin can be used In the form of a graft copolymer. For example, a graft copolymer 
in which a styrene. compound is grafted onto the PPE resin, or a graft copolymer in which a copolymer of a styrene 
compound and a compound copolymerizable therewith (e.g.. maleic anhydride) is grafted onto the PPE resin. With^ 
respect to the grafting method, reference can be made to. for example. U.S. Patent No. 4.097,556. 

25 (b) The polycarbonate resin (hereinafter referred to simply as "PC resin") is a polymer comprising a recurring unit 
represented by formula (III-1): 

(X)a {X)b 



-0-<(g^Z-^g^-0- (III-l) 



wherein Z represents a bond, or an alkylene having 1 to 8 carbon atoms, an alkylidene having 2 to 8 carbon 
atoms, a cycloalkylene having 5 to 15 carbon atoms.-S02. SO. O, CO or a group represented by formula (III-2): 
each X independently represents a hydrogen atom or an alkyI group having 1 to 8 carbon atoms; and each of a and 
b independently represents an inteiger of. from 0 to 4. 



CH3 CH3 



1-<o 




CH3 CH3 



The PC resin can be produced, for example, by the reaction of a bifunctional phenol with a carbonate precursor 
(e.g.. phosgene) or by the ester exchange reaction of a bifunctional phenol with another carbonate precursor (e.g.. 
diphenyl carbonate) in a solvent, such as methylene chloride, in the presence of a conventional acid acceptor and 
molecular weight modifier. 

Examples of bifunctional phenols Include 2,2-bis(4-hydroxyphenyl)propane (so-called bisphenol A), hydroqui- 
none, 4.4*-dihydroxydiphenyl, bis(4-hydroxyphenyl)alkane, bis(4-hydroxyphenyl)cycloalkane. bis(4-hydroxyphe- 
nyljsulfide. bis(4-hydroxyphenyl)sulfone, bis(4-hydroxyphenyl)sulfoxlde and bis(4-hydroxyphenyl)ether. Of these, 
bisphenol A and a mixture of bisphenol A with a bifunctional phenol other than bisphenol A are preferred. In addi- 
tion, a homopolymer of the bifunctional phenol, a copolymer of two or more bifunctional phenols, or a mixture of the 
homopolymer and the copolymer may be used. Further, the PC resin to be used in the present invention may 
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include a thermoplastic random branched polycarbonate obtained by reacting a multifunctional aromatic compound 
with a carbonate precursor, or with a carbonate precursor and a bifunctional phenol. With respect to the bifunctional 
phenol, reference can be made to, for example. Unexamined Japanese Patent Application Laid-Open specification 
Nos. 2-11 5262 and 63-289056. 

In the present invention, the above-mentioned PC resin can be mixed with a styrene resin (such as a PS resin, 
a HIPS resin, an AS resin, an ABS resin and/or the like), a PPE resin, a polyolefin resin, a polyamide resin, a ther- 
moplastic elastomer, polyethylene telephthalate. polybutylene telephthalate. an acrylic resin, a phenolic resin, phe- 
nolic novolak and/or the like. However, the resins which can be mixed with the PC resin are not limited to those 
mentioned above. Of the above resins, an ABS resin, an HIPS resin and an AS resin are especially preferred for 
mixing with the PC resin. 

(c) As a styrene resin to be used in the present invention, a vinyl aromatic polymer or a rubber modified vinyl aro- 
matic polymer is used. 

Examples of vinyl aromatic polymers include polystyrene, a polymer of styrene substituted with an alkyi at a 
nucleus thereof (such as o-methylstyrene. p-methylstyrene. m-methylstyrene. 2,4-dimethylstyrene. ethylstyrene or 
p-tert-butylstyrene). and a polymer of an a-alkyl-substituted styrene (such as a-methylstyrene or a-methyl-p-meth- 
ylstyrene): and a copolymer of at least one of the above-mentioned substituted styrenes and at least one of vinyl 
compounds other than the vinyl aromatic polymers. Examples of such vinyl compounds copolymerizable with the 
vinyl aromatic polymer include a methacryiic acid ester (such as methyl methacrylate or ethyl methacrylate). an 
unsaturated nitrile compound (such as acrylonitrile and metiiacrylonitrile). and an acid anhydride (such as maleic 
anhydride). Of these, polystyrene, and a styrene-acrylonitrile copolymer (AS resin) are prefen-ed. 

Examples of rubber modified vinyl aromatic polymers include polybutadiene, a styrene-butadiene copolymer, 
a rubber-modified styrene-acrylonitrile copolymer (ABS resin), polyisoprene. a butadiene-isoprene copolymer, nat- 
ural rubber, and an ethylene-propylene copolymer. Of tiiese. polybutadiene. a styrene-butadiene copolymer and a 
rubber-modified styrene-acrylonitrile copolym^er (ABS resin) are preferred. Particularly, a rubber-modified polysty- 
rene containing polybutadiene in which not less tiian 10 % of the double bonds is hydrogenated (that is. a HIPS 
resin), is especially preferred because of excellent thermal stability thereof. With respect to the method for produc- 
ing an HIPS resin, reference can be made to. for example. U.S. patent Nos. 4,185.049. 3.346,520 2 862 906 
3.243.481 and 3.903,202. 

With respect to the method for preparing a thermoplastic resin composition by combining the components defined 
above, i.e.. an amorphous thermoplastic resin, a phosphoric acid ester represented by formula (I) and an Inorganic filler 
in a scale form, and optionally a fibrous reinforcing filler, there is no specific limitation. For preparing the resin compo- 
sition, various methods can be employed as long as they are methods which are generally used for effecting melt- 
kneadlng. For example, tiiere can be employed a method in which a phosphoric acid ester and an inorganic filler in a 
scale form are added to a resin in a molten form, followed by mixing, and a method in which all of tiie above-mentioned 
components are first mixed togetiier and subsequently the resultant mixture is melt-kneaded. In the preparation of the 
thermoplastic resin composition to be used in the present Invention, conventionally known kneading machines, such as 
an extruder, a heating roll, a kneader or a Banbury mixer, can be used. 

The tiiermoplastic resin composition to be used for preparing the high precision resin mechanical part of the 
present invention for use in an office automation machine may contain various additives, such as an antioxidant (e.g.. 
a phenolic antioxidant, a phosphoric antioxidant or a hindered phenolic antioxidant), a stabilizer, a colorant (e.g.. tita- 
nium oxide or carbon black), a lubricant (e.g.. a metallic soap), a flowability agent, and a reinforcing elastomer contain- 
ing a styrene-butadiene block copolymer, polyester amide or tine like, as long as the excellent effects of the present 
invention are not impaired. The above-mentioned additives can be used in such amounts as generally employed. 

The term "high precision resin mechanical part for use in an office automation machine- is used herein as a general 
term for defining high precision mechanical parts to be used for precision machines which are required to function with 
high accuracy and high precision. There is no particular limitation with respect to the high precision mechanical parts. 
As high precision mechanical parts, for example. (1) mechanical parts for a machine in which writing and reading are 
done with light and/or magnetism; (2) mechanical parts which are required to hold otiier parts at predetermined posi- 
tions in an accurate and precise manner (e.g.. chassis); and (3) mechanical parts which are required to be engaged (or 
fitted) or slide relative to other parts in an accurate and precise manner, can be mentioned. However, tiie high precision 
mechanical parts are not limited to tiiose mentioned above. Examples of mechanical parts (1) include chassis for a driv- 
ing device of a CD-ROM. a writing-type optical (or magnetic) disk, an FD (floppy disk), a HD (hard disk) and the like. 
Examples of mechanical parts (2) include chassis for a printer, a copier, a personal conputer. a facsimile machine and 
the like. Examples of mechanical parts (3) include a tray for a driving device of a CD-ROM. However, the high precision 
resin mechanical parts of the present invention for use in an office automation machine are not limited to those men- 
tioned above. 

Therefore, as specific examples of office automation machines for which the high precision resin mechanical part 
of tiie present invention is used, there can be mentioned copiers, printers, facsimile machines, personal computers, 
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word processors, portable communication apparatus, composite machines composed thereof, and other machines 
(e.g., computers, game machines, sound-reproducing systems and audio-visual machines) in which writing and read- 
ing are done with light and/or magnetism on disks (namely, disks as information media), such as a CD (compact disk), 
a CD-ROM. a LD (laser disk), a magneto-optical disk [MD (trademark : minidisk)], an optical disk, a FD (floppy disk) and 
5 a HD (hard disk). 

It is a requisite that the above-mentioned mechanical parts have excellent molded form characteristics, mechanical 
properties (e.g., rigidity and strength), heat resistance, flame retardancy, dimensional precision and dimensional stabil- 
ity, and these excellent characteristics and properties must be satisfactorily maintained even under stringent conditions. 
That is. the characteristics and properties of the mechanical parts must not deteriorate at high temperature (e.g.. at a 

w temperature which is only about 30 ^'C lower than the heat distortion temperature) and at high humidity. Among the 
above-mentioned properties, the requirements for the dimensional precision and dimensional stability are most strict in 
the mechanical parts. That is, it is required that the mechanical parts exhibit small dimensional change under high tem- 
perature and high humidity conditions and be unlikely to suffer ifrom a dimensional strain, such as warpage. With 
reject to conventional mechanical parts which are made by injection molding a reinforced resin containing only a 

rs fibrous inorganic filler (e.g.. glass fibers), there is a disadvantage such that warpage occurs at high temperature, lead- 
ing to a dimensional strain. Such a disadvantage is caused due to the large linear expansion coefficient anisotropy 
inside of the molded product (the large anisotropy is caused by the orientation of the fibrous inorganic filler). On the 
other hand, other types of conventional mechanical parts made of a reinforced resin containing a phosphorus-contain- 
ing flame retardant, such as trtphenyl phosphate or cresyl diphenylphosphate. also have a disadvantage in that the 

20 flame retardancy and appearance (e.g.. blister) of the mechanical part are likely to be lowered due to the flame retard- 
ant denaturation caused by moisture absorption under high temperature and high humidity conditions. 

However, the high precision mechanical part of the present invention can surprisingly maintain high dimensional 
precision even under high temperature and high humidity conditions. 

In addition, it has unexpectedly been found that the high precision mechanical part of the present invention has very 

25 small anisotropy in rigidity and strength inside of the molded product due to the incorporation of an inorganic filler in a 
scale form, so that the mechanical part have excellent vibration characteristics. With respect to the vibration character- 
istics, the important factors are vibration-damping property and characteristic resonance frequency. 

The term Vibration-damping property" means a property which can damp a vibration. In general, plastics have a 
good vibration-damping property as compared to metallic materials, such as sheet metals and die-casted aluminum, 

30 since plastics exhibit a viscoelastic behavior. Plastics, however, have poor rigidity. For overcoming such poor rigidity, 
plastics are generally reinforced with a fibrous inorganic filler. However, it is well known that such reinforced plastics fre- 
quently have poor vibration-damping property. 

However, it has unexpectedly been found that the mechanical part of the present invention, which is made of a resin 
composition containing an inorganic filler in a scale form, have excellent vibration-damping property. The mechanism 

35 by which the excellent vibration-damping property is exhibited by the mechanical part of the present invention has not 
yet been elucidated; however, it is presumed that such an excellent vibration-dispersing property of the mechanical part 
of the present invention is exerted by the dispersion of the vibration. ~ — 

The vibration-damping property of the mechanical part of the present invention can be more improved by incorpo- " 
rating a small amount of a resin component which has a glass transition temperature (Tg) at around room temperature. 

40 Examples of such resin components include a rubber component, such as an acrylic rubber; an elastomer component, 
such as an ethylene-propylene rubber; and an olefin poiymer resin. 

The term "characteristic resonance frequency" means a resonance frequency characteristic of a shaped article, 
and the characteristic resonance frequency depends on the morphology of the shaped article, and the rigidity and den- 
sity of the material of the shaped article. When the morphology of the shaped article is not varied, the characteristic res- 

45 onance frequency of the shaped article is proportional to tiie square root of a value which is obtained by dividing the 
rigidity of the material by the density of the material. Although plastics generally have small densities as compared to 
metallic materials, such as sheet metals and die-casted aluminum, the rigidities of plastics are extremely smaller than 
those of metallic materials, so that plastics have small characteristic resonance frequencies. In general, the vibration of 
a motor in operation in a machine and tiie vibration occurring around such a machine have a frequency of less than 300 

so Hz. Therefore, for preventing a mechanical part for use in a high precision machine from being resonated, it is preferred 
that the mechanical part have a characteristic resonance frequency of 300 Hz or higher, which is outside the frequency 
ranges of the vibration of a motor in operation and of the vibration occurring around \he machine. 

It has unexpectedly been found that with respect to the mechanical part of the present invention comprising a spe- 
cific resin composition, the resonance property value (characteristic resonance frequency) determined by computer 

55 simulation is well in agreement with the resonance property value determined by an actual measurement of the vibra- 
tion of the mechanical part, so that the mechanical part of the present invention has extremely high reproducibility in 
resonance property. By contrast, the conventional mechanical parts which are made by molding a resin composition 
containing only a fibrous inorganic filler, exhibit complicated resonance characteristics such that the resonance prop- 
erty value calculated by computer simulation or calculated from the value of \he flexural modulus of elasticity and tiie 
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value of the density of the material of the mechanical part (these values are available from the general data book for 
properties of various materials) is not always in agreement with the actually measured resonance properties value. A 
good agreement between the predicted resonance property value calculated by computer simulation and the actual 
resonance property value, as in the case of the mechanical part of the present invention, is extremely advantageous in 
5 designing a high precision mechanical part. 

It is quite unexpected that the mechanical part of the present invention exhibits the above-mentioned excellent 
vibration properties, and these excellent vibration properties are totally unexpected from the conventional techniques. 
Such excellent vibration properties are especially important in mechanical parts for use in a precision apparatus, such 
as a driving device (having a rotating part) for a CD-ROM. 

10 The above-mentioned mechanical parts are required to have extremely high dimensional precision. For example, 
with respect to an optical chassis of a facsimile machine which chassis holds an optical lens for reading information! 
and a traverse base chassis of a CD-ROM drive, it is required that the dimensional precision be such that any en-ors or 
deviations must be on the order of several tens of >im. Furthermore, it is also required that such a mechanical part sat- 
isfactorily maintain the dimensional precision thereof even when the change in ambient temperature change would 

15 occur. In other words, it is required that the linear expansion coefficient and the anisotropy of the linear expansion coef- 
ficient be small. The high precision mechanical part of the present invention has, for example, the following dimensional 
precision characteristics: 

(1) a dimensional tolerance of ±100 ^m. preferably ±50 |im, more preferably ±25 jim per 100 mm (predetermined 
20 or designed): - • 

(2) an absolute value of warpage of 1 mm or less, preferably 800 ^m or less, more preferably 500 jim or less per 
1 00 mm (predetermined or designed); and 

(3) an absolute value of flatness of 1 mm or less, preferably 800 iim or less, more preferably 500 |im or less. 

25 The molding method for a resin composition for the production of the mechanical part of the present invention for 
use in an office automation machine is not particularly limited. However, in general, an injection molding method can be. 
advantageously used. In the injection molding method, it is desirable to minimize the flow strain which is generated in 
the molded product during the molding process. When the flow strain is large, a large molecular orientation strain 
remains in the molded product. The molecule orientation strain causes problems such that the molding shrinkage ratio 

30 becomes non-uniform, resultirig in warpage. and the practical heat resistance of the molded product becomes poor. In 
the injection molding, it is desirable that the gate of a mold and the molding conditions be. respectively, so designed and 
chosen that the flow strain can be as small as possible. 

It has been found that when gas-assisted injection molding is employed for producing the mechanical part of the 
present invention, the dimensional accuracy of the produced mechanical part is remarkably improved as compared to 

35 the dimensional accuracy of the mechanical part produced by usual injection molding. That is. in molding the resin com- 
position, the gas-assisted injection molding is extremely effective for suppressing the flow strain of the resin. Particu- 
larly, the gas-assisted injection molding is very effective for preparing a molded product having a thickness as small as 
1 .5 mm or less, in which flow strain is likely to occur. In the methods for gas-assisted injection moWing, a liquid can also 
be used instead of gas. With respect to the gas-assisted injection mokJing, reference can be made ta for exarrple, U.S. 

40 Patent Nos. 4.824.732. 4.923,666. 4,101.617 and 5,173.241, 

Further, it has also been found that the mechanical part produced by gas-assisted injection molding has not only 
excellent dimensional precision at room temperature but also improved dimensional stability at high temperatures. This 
is unexpected from the conventionally known effects of gas-assisted injection molding. 

In the present invention, when gas-assisted injection molding is employed, the adverse influence of the molecular 

45 orientation (residual set) of the molded resin on the molded products can be minimized, so that mechanical parts having 
high dimensional precision can be obtained. 

Creep resistance is one of the characteristics required for resin mechanical parts. The high precision resin mechan- 
ical part of the present invention unexpectedly has high creep resistance as compared to the conventional resin 
mechanical parts. That is. the rate of distortion of the mechanical part of the present invention is low even when the 

50 mechanical part is placed under stress for a prolonged period of time. The reason for this has not yet been exactly elu- 
cidated: however, it is presumed that the high creep resistance of the mechanical part of the present invention Is 
ascribed to the specific flame retardant used. 

BEST MODE FOR CARRYING OUT THE INVENTION . 

55 

Hereinbelow. the preserrt invention will be described in more detail with reference to the following Examples and 
Comparative Examples, but they should not be construed as limiting the scope of the present invention. 

In the Examples and Comparative Examples, various properties of the molded products are measured as follows. 
Specimens are prepared from the thermoplastic resin composition by injection molding, and the properties of the spec- 
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imens are determined according to the following test methods. 

(1) Heat distortion temperature: 

The heat distortion temperature of a specimen is measured in accordance with ASTM-D648. 

(2) Flexural modulus: 

The flexural modulus of a specimen is measured in accordance with ASTM-D790. 

(3) Izod impact strength: 

The l2od impact strength of a 1/4 inch-thick, notched specimen is measured in accordance with ASTM-D256. 

(4) Flame retardancy: 

The flame retardancy of a 1/16 inch-thick, strip-shaped specimen is measured in accordance with the method 
described In UL-Subject 94 (with respect to this method, see. for example. U.S. Patent 4.966.81 4). 

(5) Warpage (as measured by "Asahi Kasei Method"): 

The maximum magnitude of warpage (mm) of a specimen is measured using a flat plate (1 50 mm x 1 50 mm x 
3 mm) and a feeler gauge. 

The smaller the maximum magnitude of the warpage. the better the dimensional precision, 

(6) Linear expansion coefficient: 

The linear expansion coefficient of a 1/8 inch-thick dumbbell specimen for use in a tensile test is measured at 
the temperature of -30 to +60 ''C in accordance with ASTM-D696. In the measurement, the linear expansion coef- 
ficient in the flow direction of the resin composition and the linear expansion coefficient in a direction perpendicular 
to the flow direction of the resin composition are measured using a wire resistance strain gauge. Prior to the meas- 
urement, the specimen is subjected to annealing, thereby removing any strain thereof, and pre-treated in accord- 
ance with ASTM-D6 18. 

(7) Anisotropy of the linear expansion coefficient: 

The anisotropy of the linear expansion coefficient in the present invention means the ratio of the linear expan- 
sion coefficient in the direction perpendicular to the flow direction to the linear expansion coefficient in the flow 
direction. The closer to 1 the above-mentioned ratio is, the smaller the anisotropy of the linear expansion coefficient 
of the resin composition. The resin composition to be used for producing the flame retardant, high precision resin 
mechanical part for use in an office automation machine needs to have a linear expansion coefficient anisotropy of 
2 or less. . > 

(8) Exposure test at high temperature and high humidity: 

With respect to the PRE resins, an exposure test at high temperature and high humidity Is conducted by expos- 
ing a 1/16 inch-thick strip-shaped specimen to saturated steam having a temperature of 121 ''C and a pressure of 
2 atm. for 96 hours. With respect to the PC resins, an exposure test at high temperature and high humidity is con- 
ducted by dipping a 1/16 inch-thick strip-shaped specimen in hot water at 95 »C for 150 hours. 

(9) Appearance: 

The appearance of the molded products in a tray form as shown in Rg. 1 is evaluated by visual observation. 
Ten thousand trays are molded continuously. 

( 1 0) Warpage of tray: 

A tray as shown in Fig. 1 Is placed on a mold platen and fixed thereto. The magnitude of the warpage of the 
tray is determined by measuring the dimension of the tray at individual sites, thereof in Z direction (vertical direc- 
tion), and the clearances (warpage) between the mold platen and the individual sites of the tray, using a coordinate 
measuring machine (Model AE 122, manufactured and sold by Mitsutoyo Corporation. Japan), The measured 
warpage is used as a criterion for evaluating the dimensional precision. 

The phosphoric acid esters A - G as shown below are used in the Examples and Comparative Examples. 
Phosphoric acid ester A is bisphenol A-polycresyl phosphate represented by the following formula (IV): 
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(IV) 



wherein n represents an integer of from 1 to 3. Phosphoric add ester B is bisphenol. A-polyxyienyl phosphate 
represented by the following formula (V): 




wherein n represents an integer of from 1 to 3. ' 
Phosphoric acid ester C is bisphenol A-poly(2.6-xylenyl)phosphate represented by the following formula (VI): 




(VI) 



wherein n represents an integer of from 1 to 3. 
Phosphoric acid ester D is bisphenol A-polydiphenyl phosphate represented by the following formula (VII): 




(VII) 



wherein n represents an integer of from 1 to 3. 
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Phosphoric acid ester E is resorcinol-polyphenyl phosphate represented by the following formula (VIII): 



O o 




wherein n represents an integer of from 1 to 3. 
Phosphoric add ester F is hydroquinone-polyphenyl phosphate represented by the following formula (IX): 



0 O 




(IX) 



O O 




wherein n represents an integer of from 1 to 3. 
Phosphoric acid ester Q is triphenylphosphate (trade name: TPP, manufactured and sold by Daihachi Chemical 
Industry Co.. Ltd.) represented by the following formula (X): 



O 




Examples 1 to 4 and Comparative Ex amples 1 to 3 

Pellets are produced from resin compositions by .extrusion kneading, using a PCM-30 twin-screw extruder (manu- 
factured and sold by Ikegai Corporation, Japan) at a cylinder temperature of 320 °C. The resin compositions are com- 
posed of a poly(2,6-dimethyl-1.4-phenylene)ether resin (hereinafter referred to simply as "PPE") which exhibits an 
intrinsic viscosity ( ) of 0.52 at 30 "^C in chloroform, a rubber-modified polystyrene resin (Asahi Chemical Polystyrene 
H9104 manufactured and sold by Asahi Chemical Industry Co., Ltd.. Japan), a polystyrene resin (Asahi Chemical Pol- 
ystyrene 685 manufactured and sold by Asahi Chemical Industry Co.. Ltd.. Japan), each of the above-mentioned phos- 
phoric acid esters A to G as a flame retardant agent, a glass flake (Micro glass fleka REFG-302 sold by NIPPON 
SHEET GLASS Co.. Ltd.. Japan) as an inorganic filler, and a mixture of zinc oxide /zinc sulfide /MARK 2112.(ADEKA 
ARGUS Chemical Co.. Ltd.. Japan) (weight ratio of the three components = 1 :1 :1) as a stabilizing agent [the chemical 
nomenclature of MARK 2112 is tris(2,4-di-t-butylphenyl)phosphite]. The PPE, rubber-modified polystyrene resin, poly- 
styrene resin, phosphoric acid ester, glass flake, and stabilizing agent are used in amount ratios as shown in Table 1. 
Using an injection molding machine, the obtained pellets are then subjected to injection molding at a cylinder tempera- 
ture of 290 °C. to thereby obtain 1/16 inch-thick specimens for use in a test for flame retardancy. 

With respect to the obtained specimens, the flame retardancy is measured, and an exposure test at high tempera- 
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ture and high humidity is conducted. Subsequently, in order to evaluate a mechanical part for use in a driving device for 
a CD-ROM. a tray as shown in Fig. 1 is made from the above-mentioned pellets by injection molding, using an injection 
molding machine at a cylinder temperature of 290 "C. The temperature of the mold is set at 80 *»C. Ten thousand trays 
are molded continuously, and the appearances of the obtained trays and the mold inner wall are evaluated. The degree 
5 of volatilization of the resin composition is evaluated by visually observing the amount of smoking from a nozzle of the 
injection molding machine in the purging (injection without using a mold) test of the resin composition. 
Results are shown in Table 1 . 

In Examples 1 to 4. the obtained trays exhibit a characteristic resonance frequency value which is well in agreement 
with the characteristic resonance frequency value calculated by computer simulation. 

10 

Examples 5 to 10 and Comparative Examples 4 and 5 

Pellets are produced from resin compositions by extrusion kneading, using a PCM-30 twin-screw extruder (manu- 
factured and sold by Ikegai Corporation, Japan) at a cylinder temperature of 320 "C. The resin compositions are com- 
15 posed of a PRE which exhibits an intrinsic viscosity ( ) of 0.52 at 30 °C in chloroform, a HIPS (Asahi Chemical 
Polystyrene H9104 manufactured and sold by Asahi Chemical Industry Co.. Ltd.. Japan), a PS (Asahi Chemical Poly- 
styrene 685 manufactured and sold by Asahi Chemical Industry Co., Ltd.. Japan), the above-mentioned phosphoric 
acid ester A as a flame retardant agent, and. as inorganic fillers, a glass fiber (RES03-TP1051 . manufactured and sold 
by NIPPON SHEET GLASS Co,. Ltd.. Japan), a glass flake (Micro glass fleka REFG-302 sold by NIPPON SHEET 
20 GLASS Co.. Ltd.. Japan) and mica (Suzorite Mica 200KI, manufactured and sold by Kuraray Co., Ltd., Japan). The 
PRE. HIPS. PS. phosphoric acid ester, and inorganic filler are used in amount ratios as shown In Table 2. 

The properties of the resin composition are determined in accordance with tfie above-mentioned test methods. 

Results are shown in Table 3. 

Subsequently, in order to evaluate a mechanical part for use in a driving device for a CD-ROM. a tray as shown in 
25 Fig. 1 is made from the above-mentioned pellets by injection molding, using an injection nriolding machine at a cylinder 
temperature of 290 *C. The temperature of the mold is set at 80 «C. The dimensional precision (warpage) of each of the 
obtained trays is measured. 

Results are shown in Table 4. 

In Comparative Example 4, as shown in Table 3. the resin composition containing glass fibers alone as an inorganic 
30 filler exhibits a large warpage and a large anisotropy of the linear expansion coefficient (an index of dimensional preci- 
sion). In Comparative Example 5. the resin composition containing glass beads (EGB731 A, manufactured and sold by 
Toshiba Ballotini Co.. Ltd. Japan) alone as an inorganic filler exhibits a small warpage and a small anisotropy of linear 
expansion coefficient, but the f lexural modulus thereof is low. Results of the measurement shown in Table 4 indicate that 
there is a correlation between the warpage of the trays shown in Table 4 and each of the warpage and tiie anisotropy 
35 of the linear expansion coefficient which are shown in Table 3, however, there is no correlation between tiiose data 
which are measured with respect to the trays produced from the resin compositions containing glass beads or mica 
alone as an inorganic filler. That Is, the larger the warpage and the anisotropy of tiie linear expansion coefficient shown 
in Table 3. the larger the warpage of the tray shown in Table 4.- 

In Examples 5 to 10, the obtained trays exhibit a characteristic resonance frequency value which is well in agree- 
40 merit with the characteristic resonance frequency value calculated by computer simulation. 

Examples 11 to 14 and Comparative Examples 6 to 8 

Pellets are produced from resin compositions by extrusion kneading, using a PCM-30 twin-screw extruder (manu- 
45 factured and sold by Ikegai Corporation. Japan) at a cylinder temperature of 310 *»C. The resin compositions are com- 
posed of a polycarbonate resin [lupilon S-1000, manufactured and sold by Mitsubishi Engineering Plastics Corp.. 
Japan), each of the above-mentioned phosphoric add esters A to G as a flame retardant agent, and a glass flake (Micro 
glass fleka REFG-302 sold by NIPPON SHEET GLASS Co., Ltd.. Japan) as an inorganic filler The polycarbonate resin, 
phosphoric acid ester and glass flake are used in amount ratios as shown in Table 5. Using an injection molding 
so machine, the obtained pellets are then subjected to injection molding at a cylinder temperature of 280 ^C. to tiiereby 
obtain 1/16 inch-thick specimens for use In a test for flame retardancy. 

VVith respect to the obtained specimens, the flame retardancy is measured, and an exposure test at high tempera- . 
ture and high humidity is conducted. Subsequently, in order to evaluate a mechanical part for use In a driving device for 
a CD-ROM, a tray as shown in Fig. 1 is made from the at>ove-mentioned pellets by injection molding, using an injection 
55 molding machine at a cylinder temperature of 280 **C. The temperature of the mold is set at 80 "C. Ten thousand trays 
are molded continuously, and the appearances of the obtained trays and the mold inner wall are evaluated. The degree 
of volatilization of the resin composition is evaluated by visually obsen/ing the amount of smoking from a nozzle of the 
injection molding machine in the purging test of the resin composition. 
Results are shown in Table 5. 
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In Examples 1 1 to 14. the obtained trays exhibit a characteristic resonance frequency value which is well in agree- 
ment with the characteristic resonance frequency value calculated by computer simulation. 

Examples 15 to 20 and Comparative Examples 9 and 10 

5 

Pellets are produced from resin compositions by extrusion kneading, using a PCM-30 twin-screw extruder (manu- 
factured and sold by Ikegai Corporation, Japan) at a cylinder temperature of 310 'C. The resin compositions are com- 
posed of a polycarbonate resin (lupilon S-1000. manufactured and sold by Mitsubishi Engineering Plastics Corp,, 
Japan), the above-mentioned phosphoric acid ester A and, as inorganic fillers, a glass fiber {RES03-TP1051 , manufac- 
10 tured and sold by NIPPON SHEET GLASS Co.. Ltd., Japan), a glass flake (Micro glass fleka REFG-302. and mica 
which is surface-treated with aminosilane (Repco S200HG-CT. manufactured and sold by REPCO LTD.. Japan). The 
polycarbonate resin, phosphoric acid ester A and inorganic filler are used in amount ratios as shown in Table 6. The 
properties of the resin compositions are determined in accordance with the above-mentioned test methods. 

Results are shown in Table 7. 

15 Subsequently, in order to evaluate a mechanical part for use in a driving device for a CD-ROM, a tray as shown in 
Fig. 1 is made from the above-mentioned pellets by injection molding, using an injection molding machine at a cylinder 
temperature of 280 *C, The temperature of the mold is set at 80 ''C. The dimensional precision (warpage) of each of the 
obtained trays is measured. 

Results are shown in Table 8. 

20 in Comparative Example 9. as shown In Table 7, the resin composition containing glass fibers alone as an inorganic 

filler exhibits a large warpage and a large anisotropy of the linear expansion coefficient (an index of dimensional preci- 
sion). In Comparative Example 10. the resin composition containing glass beads alone as an inorganic filler exhibits a 
small warpage and a small anisotropy of linear expansion coefficient, but a flexural modulus thereof Is low. Results of 
the measurement shown in Table 8 indicate that there is a correlation between the warpage of the trays shown in Table 

25 8 and each of the warpage and the anisotropy of the. linear expansion coefficient which are shown in Table 7. except for 
the data measured with respect to the trays produced from the resin compositions containing glass beads as an inor- 
ganic filler. 

In Examples 15 to 20. the obtained trays exhibit a characteristic resonance frequency value which is well in agree- 
ment with the characteristic resonance frequency value calculated by computer simulation. 

30 

Examples 21 to 26 and Comparative Examples 11 to 12 
[Preparation of ABS resin] 

35 Seven hundred fifty parts by weight of a butadiene latex (which has a rubber content of 40 % by weight) having an 
average particle diameter of 0.30 jim and 1 part by weight of an emulsifier (disproportionated potassium rosinate) are 
charged in a polymerization tank and heated to 70 ''C with stirring under flowing of nitrogen. To the resultant mixture are 
added a mixed liquid comprising 200 parts by weight of acrylonltrile. 500 parts by weight of styrene, 0.8 part by weight 
of cumene hydroperoxide and 0'7 part by weight of t-dodecylmercaptan. and an aqueous solution which is obtained by 

40 dissolving, into 500 parts by weight of distilled water, 1 .0 part by weight of sodium formaldehyde sulfoxylate, 0.10 part 
by weight of ferrous sulfate (FeS04 • 7H20> and 0.2 part by weight of disodium ethylenediaminetetraacetate over 6 
hours with stirring, to thereby perform a polymerization reaction. 

Stirring is further continued for 2 hours to complete the polymerization. The polymerization degree of monomers is 
94 %. An aqueous solution of dilute sulfuric acid is added to the reaction mixture to coagulate the formed latex of a graft 

45 copolymer. The coagulated latex is washed, dehydrated and dried, to thereby obtain a white ABS resin. 

[Preparation of AS resin] 

-A. 

0.4 part by weight of potassium persulfate and 2.0 parts by weight of potassium rosinate are dissolved in 1 80 parts 
50 by weight of distilled water. To the resultant solution are added 70 parts by weight of styrene, 30 parts by weight of acry- 
lonltrile and 0.2 part by weight of dodecylmercaptan, and reacted at 70 ''C for 4 hours, to thereby obtain an aromatic 
vinyl copolymer. The polymerization degree of monomers is 94-%. An aqueous solution of dilute sulfuric acid is added 
to the resultant reaction mixture to agglomerate the formed copolymer. The resultant copolymer is washed, dehydrated 
and dried, to thereby obtain a white AS resin. 

55 

[Production of a mechanical part] 

Forty parts by weight of a polycarbonate resin having a weight average molecular weight of 25,000, 12 parts by 
weight of the ABS resin, 8 parts by weight of the AS resin and 10 parts by weight of phosphoric acid ester A are mixed 
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by means of a Henschel mixer. The resultant rriixture is melt-kneaded with a filler shown in Table 9 (which is used in the 
amount ratio shown in Table 9). using a PCM-30 twin-screw extruder in which a cylinder temperature is set at 250 '*C, 
to thereby obtain reinforced resin pellets. Subsequently, in order to evaluate a mechanical part for use in a driving 
device for a CD-ROM. a tray as shown in Fig. 1 is made from the above-obtained pellets by injection molding, using an 

5 injection molding machine at a cylinder temperature of 260 ^'C and a mold temperature of 60 **C. The dimensional pre- 
cision (warpage) of the trays is measured. Results are shown in Table 8. . 

As shown in Table 8. there is a correlation between the warpage of the trays in these Examples and Comparative 
Examples and the warpage of trays in Examples 15 to 20 and Comparative Examples 9 and 10 above, except for the 
warpage of trays measured with respect to the polycarbonate resin connposition containing glass beads alone as an 

10 inorganic f iller. 

In Examples 21 to 26. the obtained trays exhibit a characteristic resonance frequency value which is well In agree- 
ment with the characteristic resonance frequency value calculated by computer simulation. 

Examples 27 to 30 

IS . 

A molded resin article in a tray form is produced by gas-assisted injection molding at a cylinder temperature of 280 
"C and a mold terrperature of 80 °C, using individually PRE resin compositions of Examples 5 and 6 and PC resin com- 
positions of Examples 15 and 16. The shot volume of the molten resin is 95 % of the full shot. Gas (N2) is introduced 
from the gate Into a molten resin mass immediately after completion of the injection of the molten resin. The gas is held 
20 at a pressure of 150 kg/cm^ for 20 seconds. Then, the molten resin mass is cooled for one minute and the obtained 
molded resin article is released from the mold. The dimensional precision (warpage) of .the obtained trays is deter- 
mined. Results are shown in Table 1 0. The trays produced by gas-assisted injection nnolding in Examples 27 to 30 have 
a more improved dimensional precision than the trays produced by ordinary injection molding in Examples 5 and 6 and 
Exannples 15 and 16. 

25 In Examples 27 to 30. the obtained trays exhibit a characteristic resonance frequency value which is well in agree- 
ment with the characteristic resonance frequency value calculated by computer simulation. 

gyampies 31 to 36 

30 Chassis for holding an optical element as shown in Fig. 2 are produced by gas-assisted injection molding and ordi- 

nary injection molding at a cylinder temperature of 280 °C and a mold temperature of 80 "C. using respectively the PPE 
resin compositions of Examples 5 and 6, and the PC resin compositions of Examples 15 and 16. Likewise, chassis for 
holding an optical element as shown in Fig. 2 are produced by gas-assisted injection molding and ordinary injection 
molding at a cylinder temperature of 260 *C and a mold temperature of 60 ''C. using respectively the PC/ABS resin com- 
as positions of Examples 21 and 22. The flatness of tfie section shown by hatching in Fig. 2 of the obtained mold^ resin 
article, is determined. Then, the change in dimension (the change in the flatness) of \he hatched section of the molded 
resin article is determined after the molded article is subjected to a heat exposure test for 250 hours in an oven at 60**. 

In the gas-assisted injection molding, the shot volume of the molten resin is 97 % of tiie full shot. Gas (Ng) is intro- 
duced from a portion of the cavity inner well into a molten resin mass immediately after completion of the injection of 
40 the molten resin. The gas is held at a pressure of 200 kg/cm^ for 1 2 seconds. Then, the molten resin mass is cooled for 
one minute and tiie obtained shaped resin article is released from.the mold. 

The dimensional precision of the shaped resin article is measured in the following manner. The molded resin article 
is secured onto a mold platen. Then, the flatness of the section, shown by the hatching in Rg. 2, is determined by 
means of a coordinate measuring machine (Model AE 122, rtianufactured and sold by Mitsutpyo Corporation. Japan) 
45 using a measuring program (Geopack 400, manufactured and sold by Mitsutoyo corporation, Japan). In accordance 
with the above-mentioned program, the flatness is determined as follows. With respect to the above-mentioned hatched 
section, a plurality of measurement sites (at least 15 sites) are arbitarily selected. From the selected measurement 
sites, a calculated plane is obtained by calculation according to the least square method. Then, two planes are imag- 
ined on both sides of the calculated plane, which two planes are in parallel to the calculated plane. A minimum distance 
so value is obtained with respect to distances at which distances the afcDove-mentioned two parallel planes are located so 
as to form therebetween a space capable of accomodating therein all measurement sites. Such a minimum value (mm) 
is defined as the flatness. The larger the value of flatness thus deterjnined. the lower the flatness. Results are shown 
in Table 11, 

In Examples 31 to 36, the obtained chassis exhibit a characteristic resonance frequency value which Is well in 
55 agreement with the characteristic respnance frequency value calculated by computer simulation. 
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Table 2 



(Formulation of resin composition (parts by weight)) 


Components 


Example Nos. 


Comparative 
Example Nos, 




5 


6 


7 


8 


9 


10 


4 


5 


Poly(2,6-dimethyl-1 .4-phenylene) ether 


40 


40 


40 


40 


40 


40 


40 


40 


Polystyrene H9104(HIPS) 


15 


15 


15 


15 


15 


15 


15 


15 


Polystyrene 685 (GPPS) 


5 


5 


5 


5 


5 


5 


5 


5 


Zinc oxide/zinc sulfide/MARK 21 12 


0.3 


0.3 


0.3 


0.3 


0.3 


0.3 


0,3 


0.3 


Phosphoric acid ester A 


IP 


10 


10 


10 


10 


10 


10 


10 


Micro glass f leka REFG-302 (glass flake) 


30 


15 


15 




7.5 








RES03-TP1015F (glass fiber) 




15 
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15 




30 




Suzorite Mica 200KI 
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30 






Glass beads EGB73 1 A 
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strength 


Linear 
expansion 
coefficient 
(-30 to 
+60°C) 

X 10-^ 
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expansion cc 


Heat 

distortion 
temperature 


Flame 

retardance 
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Table 5 



5 


(F 


•ormulation of resin composition (parts by weight)) 




Components 


Example Nos. 


Comparative Example Nos. 






1 I 


12 


13 


14 


6 


7 


8 




lupilon S-1000 


bU 


60 


60 


60 


60 


60 


60 


10 


Phosphoric acid ester A 


10 
















Phosphoric acid ester B 




10 














Phosphoric acid ester C 






10 










IS 


Phosphoric acid ester D 








10 










Phosphoric acid ester E 










10 








Phosphoric acid ester F 












10 






Phosphoric acid ester G 














10 


20 


Micro glass fleka REFG-3P2 
(glass flake) 


30 


30. 


30 


30 


30 


30 


30 




(Characteristics of molded products) 










Example Nos. 


Comparative Example Nos. 


25 




11 


12 


13 


14 


6 


7 


8 




Flame retardancy (UL-94) 
before exposure test at high 
temperature and humidity 


V-0 


V-0 


V-0 


V-0 


V-0 


V-0 


V-0 


30 


Flame retardancy (UL-94) 
after exposure test at high 
temperature and humidity 


V-0 


V-0 


V-0 


V-0 


V.2 


V-2 


V-2 


3a 


Smoking am 
observation) 


ount (visual 


Almost 
none 


Almost 
none 


Almost 
none 


Almost 

• none 


Almost 
none 


Almost 
none 


Much 




Appearances 
of molded 
product and 
mold cavity 


2000th shot 


No 

change 


No 

change 


No 

change 


No 

change 


No 

change 


No 

change 




40 


5000th shot 


No 

change' 


No 

change 


No 

change 


No 

change 


•) 


1 








10000th shot 


No 

change 


No 

change 


No 

change 


No 

change 


1 






45 


Appearance change after 
exposure test at high temper- 
ature and humidity 


No 

change 


No 

change 


No 

change 


No 

change 


Discolor- 
ation and 
Blister 


Discolor- 
ation and 
Blister 


Discol- 
oration 



' Note: Oily matter deposit was observed at a portion of product which corresponds to the forward end of the resin 
flow and observed at a portion of the mold inner wall which corresponds to the forward end of the resin flow. 
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Table 6 



(Formulation of resin composition (parts by weight)) 


Components 


Example Nos. 


Comparative 
Example Nos. 




15 


16 


17 


18 


19 


20 


9 


10 


lupilon S-1000 


60 


60 


60 


60 


60 


■ 60 


60 


60 


Phosphoric acid ester A 


10 


10 


10 


10 


10 


10 


10. 


10 


IVIicro glass f leka REFG-302 


30 


15 


15 




7,5 








(glass flake) 


















RES03-TP1015F (glass fiber) 
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15 
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Repco S200HG-CT (mica) 
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Glass beads EGB731 A 
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Tables 



(Formuiation of resin composition (parts by weight)) 


Components 


Example Nos. 


Comparative 
Example Nos. 
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55 INDUSTRIAL APPLICABILITY 

The flame retardant high precision resin mechanical part (for use in OA machines) of the present invention is not 
only free from conventionally experiencecJ disacivantages, such as denaturation, volatilization and bleeding of the flame 
retardant. but also has high dimensional precision and excellent mechanical properties (e.g.. mechanical strength and 
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vibration-damping property), so that the mechanical part of the present invention can be advantaaeouslv us«d 
mechan.ca. part for various types of OA machines which are required to funCon with high aiuTa^lS ^gh^rS^^^^^^ 



as a 



Claims 



(A) 100 parts by weight of an amorphous thermoplastic resin: 

(B) 5 to 1 50 parts by weight of an inorganic filler in a scale form; and 

(C) 3 to 50 parts by weight of a phosphoric add ester represented by the following fbrmula (I): 




(I) 



1 to 6 carton »,^mc I' 3^ independently represents a hydrogen atom or an alkyi group having 

n Lrll^ . ?' . " • ^ - ^ ^ " independently represents a methyl group.or a hydrogen Itom 

each of ml. m2.m3 and m4 independently represents an integer of from 1 to 3. 
g^W^'iTnlSt'^^^^^^^^ resin mechanics part according to Calm 1. wherein sa« injection molding 

Se z [s ^mX^of '"""^"'^ ^^^^'"^ *° ' • -^^^^^^^^ - 

Si foTm is'SS^^s^'of S^^^^^^ ""^^ '^"^ ^'^'"^ ^ • -'^-^'^ '-^anic filler in a 

' sSe'Z i^r;;s^^:^^^^^^^^^^ ^--^^ - ^ • — n said inorganic filler in a 

mo^lSrrrll^Ll",!^^^^^^^ --"^-9 to any one of d^'ms 1 tb 5. wherein said ther- 



inor- 



gan.c,f.Iler,nascalefbrmandsa.dfibrousrelnfbrcingfineris150partsbyweightorless. 

i^pres^ In'^Jf ^'o^STsTt".^^^^^ *° "^rous reinforcing filler 

lorrarsaid f;r^^^^^^^^ ^ •'^^^^ - <^ -9-ic filler In a scale 
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